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13a is first applied continuously with a predetermined pattern, and a glass frit 13b is further 
applied thereon intermittently. As a result, a difference in the height of the glass frit 13 arises 
between the part where the glass frits 13a and 13b have been formed and the part where only the 
glass frit 13a has been applied. In other words, the glass frits 13a and 13b are applied onto the 
edge of the display screen of the rear substrate so as to produce a level difference. Thereafter, 
thermal treatment is carried out at about 500 °C both for baking of the phosphor and for pre- 
baking of the glass frit (Step SI 1). Further, a glass tube (chip tube) 14 for exhaust is temporarily 
fixed by a crystallized glass frit (fixing frit) 15 on the side of a surface different from the surface 
where the data electrodes and the like have been formed. 



IN THE CLAIMS : 

Please enter the following amended claims: 

— ■ *" "* " ■ * 

Claim 1 (Amended) A method for manufacturing a plasma display panel, comprising: 
^ laying a front substrate and a rear substrate on each other with a sealing frit therebetween; 

heating said front substrate, said rear substrate and said sealing frit in a chamber and 
exhausting impurity gas from both of said substrates by lowering internal pressure of said 
chamber; 

melting_said_sealmg.frit_m_saidxhambe^ 

substrate and said sealing frit after the pressure of said chamber reaches atmospheric pressure; 
and 
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solidifying said sealing frit in said chamber pad sealing up said front substrate and said 
rear substrate. 



Claim 12. (Amended) The method for manufacturing a plasma display panel according 
to claim 1, wherein said melting said sealing frit and said solidifying said sealing frit each 
comprise a step of lowering internal pressure of said chamber. 

Claim 13. (Amended) The method for manufacturing a plasma display panel according 
to claim 3, wherein said melting said sealing frit and said solidifying said sealing frit each 
comprises a step of lowering internal pressure of ^aid chamber. 

Claim 14. (Amended) The method for manufacturing a plasma display panel according 
to claim 4, wherein said melting said sealing nit and said solidifying said sealing frit each 
comprises a step of lowering internal pressure of said chamber. 



Claim 1 5 . (Amended) The method for manufacturing a plasma display 
panel according to claim 1, wherein said melting said sealing frit and said solidifying said sealing 
"ffifeach comprises a stepof intfoducfi^ 

consisting of an oxygen gas, an inerygas, and dry air into said chamber. 

/ 

Claim 16. (Amended) TJne method for manufacturing a plasma display panel according 
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to claim 3, wherein said melting said sealing frit and said' solidifying said sealing frit each 
comprises a step of introducing at least one kind of gas selected from the group consisting of an 
CPTfl ox y8 en SI 3 ®* m i nert m & dry a * r ^ nt0 sa ^ charpfber. 

Claim 17. (Amended) The method fifr manufacturing a plasma display panel according 
to claim 4, wherein said melting said sealing frit and said solidifying said sealing frit each 
comprises a step of introducing at lease one kind of gas selected from the group consisting of an 
oxygen gas, an inert gas, and dry atf into said chamber. 




Please enter the following new claims: 



Claim 18. (Amended) The method for manufacturing a plasma display panel according 
to claim 1, wherein the pressure inside said chamber peaches atmospheric pressure when oxygen 
gas is introduced into said chamber. 

A 

Claim 19. (Amended) The method for manufacturing a plasma display panel according 
to claim 2, wherein the pressure inside s^d chamber reaches atmospheric pressure when oxygen 
_gasis_introduced-intosaidchamber^ 
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Claim 20. (Amended) The method for manufacturing a plasma display panel according 



to claim 3, wherein the pressure inside said chamber reajfhes atmospheric pressure when oxygen 
gas is introduced into said chamber. 



Claim 21 . (Amended) The method for manufacturing a plasma display panel according 



/ 



to claim 5, wherein the pressure inside said chjfmber reaches atmospheric pressure when oxygen 
gas is introduced into said chamber. 
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